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(57)Abstract: 

PROBLEM TO BE SOLVED: To provide a gasket integrated with cover for hard disk drive which is 
easily produced and has a low outgassing property, low hardness and an excellent sealing property at a 
high temperature. 

SOLUTION: This gasket integrated with cover for hard disk drive is a gasket which is made by 
integrating a metallic cover with packing material and, therein, a molding made of a mixture consisting 
of EPDM or a blended material of the EPDM and polystyrene type thermoplastic elastomer 100 pts.wt, 
polypropyrene resin 10-100 pts.wt, plasticizer 20-130 pts.wt and crosslinking agent 0.1-10 pts.wt is 
used as the packing material. 
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